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(54) Title: JOINT PROSTHESIS 




(57) Abstract 

The invention relates to a joint prosthesis intended to be mounted between two bones to be joined together. The joint prosthesis 
comprises a spacer part (1, 6, 11, 16, 23, 29, 33), intended to be placed between the joint surfaces of the bones to be joined. The spacer 
part is manufactured of biodegradable polymer, co-polymer, polymer mixture and/or composite. The spacer part is, at least under tissue 
conditions, porous and elastic. The joint prosthesis further comprises fixation parts (2, 3; 7, 8; 13a, b, c, 12; 17, 18; 24, 25; 30* 34 35) 
which are arranged to fix the spacer part (I, 6, 11, 16, 23, 29, 33) to the bones to be joined, and which are manufactured of biodegradable 
material. & 
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Joint prosthesis 

The present invention relates to a joint prosthesis as described in the 
preamble of claim 1 . 

5 

In surgery, it is previously known to use synthetic, elastic joint implants 
made of non-biodegradable plastics to replace joints between small 
bones in hand and feet. A typical biostable elastic joint prosthesis is 
composed of (a) a spacer part placed between the bones to be joint, 
10 and of (b) a proximal and distal elongated fixation part which are placed 
inside the bones to be joint. This type of artificial joint include for ex- 
ample Silastic® implants made of silicon elastomer (Manufacturer: Dow 
Coming S.A., Valboume Cedex, France). 

15 When inserting an artificial joint, one or both for example of rheumatism 
damaged joint surfaces are customarily removed partially or totally, and 
inside the joint capsule an elastic implant is placed to function as joint 
prosthesis for keeping the bones to be joint at a desired distance from 
each other, and allowing the joint to be bent by muscular powers. Artifi- 

20 cial joint operations in hand, wrist and feet areas are described for ex- 
ample in the book "Surgery for Rheumatoid Arthritis," Eds. M. Clayton 
and C. Smyth, Churchill Livingstone, New York, 1992. 

However, the use of joint prostheses manufactured of biostable poly- 
25 mers, polymer mixtures and elastomeres may cause problems to the 
patient. A permanent strain limit for the operated limb has to be set. For 
example when Silastic® joint prostheses are used, the operated hand 
may be strained only with a burden of 5 kg. Overstraining may lead to 
breaking or wearing of the implant which forms the joint prosthesis. 

30 

Furthermore, wearing and/or corrosion may cause that particles come 
loose of the biostable implant operating as joint prosthesis, which par- 
ticles effect a chronic inflammation reaction, i.e. a synovitis, and/or os- 
teological changes in the bone. Further, the inflammation reaction may 
35 cause tumefaction and pain in the joint even to the degree that the joint 
prosthesis has to be removed. 
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t is the surprising discovery of the present invention that by manufac- 
turing an elastic joint prosthesis, mainly according to the manner de- 
scribed in the characterizing part of the claim 1, it is possible to elimi- 
nate the above described disadvantages related to prior art solutions 
5 and to substantially improve the level of technology applied in the field 

L S n!T 31 y 4 ' nserted j ° int *™ Xh ^ Particulariy the functionality and 
strength of the joint provided with a joint prosthesis, and to avoid 
harmftjl and chronic foreign substance reactions. It is possible to elimi- 

10 T™1 T PreS6nted Pr ° blemS typical for biostab,e J° int P^theses 
10 by means of a joint prosthesis according to the invention, which joint 

prosthesis is manufactured of biodegradable polymer, co-polymer 
polymer mixture or polymer composition in a manner that it is com- 
posed of (a) a porous interposition spacer part, and (b) a proximal fixa- 

is sxr in me bones to te joirt ,o - - « • £ 



20 



25 



30 



35 



A joint prosthesis in accordance with the invention can be inserted in 

nLT TK^ 81 ° r ^ ^ t0 repl3Ce the dama 9 ed **« ^tire.y or 
partially. The porous spacer part of the prosthesis keeps the bones to 

inVhTh ^ 3 f diSt3nCe fr0m 6aCh ° ther - The s P acer P art ^ fixed 
in the bones to be joint by using a proximal and distal fixation part The 

225? T T m ^ ° f the fiX3ti0n parts have been to 
allow the bending of the operated joint shortly after the insertion opera- 
It is characteristic to the joint prosthesis of the present invention that 
because the spacer part is porous and biodegradable, a fibrous tissue 
induces to form on its surface and inside it. Earlier research has dis- 
covered that biodegradable polymer implants induce around and inside 
themselves formation of fibrous tissue (cf. for example Sasserath C • 
van Reck, J. Gitani, J., Acta Stomatningjca Belnica No ^ 1991 ' p ' 
5-11; and Ashammakhi, N., Makela, E.A., vihtonen, K., Rokkanen'p 
Kuisma, H. and TOrmaia, P., Biomaterials ir (1995), pp. 135-138). ' " 

When a porous, biodegradable spacer part containing fibrous tissue 
continues to biodegrade (typically from 3 weeks to 12 months after the 
insertion operation, depending on its polymer construction) it is 
gradually replaced by elastic fibrous tissue which fills the space be- 
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tween the joint intermediate, filled originally by the spacer part, and is 
fixed in the bones to be joint. Simultaneously or partially after biode- 
grading of the spacer part also the proximal and distal fixation part go 
through a biodegrading process and are replaced by a fibrous tissue 
5 and/or bone tissue. As a result, a new, biological, elastic fibrous tissue 
joint , i.e. "a bioprosthesis," is obtained, which allows moving motion of 
the joint bones by muscular powers. As the new joint, i.e. the 
"bioprosthesis," is formed after the degradation process and replacing 
process of the joint prosthesis entirely of the patient's own tissue, no 
10 foreign substance particles harmful to the person's system can come 
loose, as is the case with a so-called biostable joint prosthesis. Thus, 
the joint prosthesis in accordance with the invention entirely eliminates 
the risks to such chronic complications caused by foreign substance 
particles which are possible when using biostable joint prostheses. 

15 

The joint prosthesis according to the invention can be manufactured of 
biodegradable polymer, co-polymer, polymer mixture or composition, 
i.e. composition material, or by combining various biodegradable 
polymer substances. In medical, technical and patent literature a multi- 

20 tude of biodegradable polymers has been introduced which are suitable 
for raw materials of joint prostheses in accordance with the present in- 
vention. These include for example biodegradable alifatic polyesters 
(cf. for example VainionpSa, S. ( Rokkanen, P., and Tormala, P. in 
Progr. Polvm. ScL 14 (1989), pp. 679-716; patent publications US-4- 

25 743 257; US-5-084 051; US-4-968 317; EPO 0423155, patent applica- 
tion PCT/FI93/00014), polyester amids, polyorthoesters, polyanhybrids 
and polyphosphatsenes (cf. for example C.T. Laurensin et aL, J. 
Biomed Mater. Res., 27 (1993), pp. 963-973). 

30 The porous spacer part of the joint prosthesis in accordance with the 
invention contains advantageously open porosity, with the pore size 
varying between 50 urn and 1000 urn. In case the pore size is sub- 
stantially less than 50 *im, the fibrous tissue cells are not capable of 
growing inside the porosity. Thus, the spacer part may biodegrade from 

35 inside to the degree that it collapses at some stage, wherein the dis- 
tance between the bones to be joint may become smaller than desired. 
If the spacer part pores have a larger diameter than 1000 \xm 9 the fi- 
brous tissue can of course grow to the pores, but the mechanic strength 
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of the spacer part is not sufficient because of deteriorating strength due 
to large pore size. 

* TnH^nnn 0 ^ ***** (P ° r6 SiZS 50 um 

5 and 1000 um) .n the spacer part, it can advantageously be constructed 
of biodegradable fibres (fibre thicknesses typically between 1 to 300 u 
m). by manufacturing a fibre forming a three dimensional, partly porous 
structure. Manufacturing of structures of this type is known from me- 
chanical textile technology. Biodegradable fibres can be used for 
10 wejyJngxiQth or knitting tricot oTIonjjj^ 

ora-c6"strucl^ 

mens.onal weaving, knitting or twisting techniques of fibre blank in or- 
der to manufacture a continuous fibre blank and to cut off suitable 

15 pieces for spacer part from such blank . Further, it is possible to bind 
together biodegradable broken fibres by using biodegradable binding 
b ank to form a three dimensional spacer structure. It is obvious that 
a^o other manufacturing techniques by which porous structures are 
obta.ned of broken or continuous fibres are possible when the spacer 

20 part is constructed. H 



25 



30 



35 



Thejp^cerpart manufactured of fibres can be made of a single fibre 
twe^u^pj^i^ 

cordmg to one advantageous embodiment, the spa^T^rTcTn be 
manufactured ^UU^ degradable fibres 

and more slowlfdegradable fibres. A combination of this type is for ex- 

P T °l y9 ' y !° ,id «**l^l^U^ifor example in relation 
40/60). Thus, the polyglycolid fibres start to degrade rapidly and induce 
a strong fibrous tissue growth on the surface and inside the spacer part 
as soon as on the first week after the operation. More slowly absorbing 
poly-L-lactid fibres maintain the spacer part form for months and do not 
absorb until over a year, after the new fibrous tissue joint has been 
formed and healed to a significant degree. 

According to one embodiment, the spacer part can be manufactured of 
slowly absorbing fibres, which have been coated with a rapidly absorb- 
ing polymer. Poly-L-lactid fibres coated with poly-DL-lactid include in 
combinations of this type. A rapidly dissolving coating induces rapidly 
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the forming of fibrous tissue around and inside the spacer part. More 
slowly dissolving poly-L-lactid fibres maintain the spacer part form for 
months and do not dissolve until over a year, after the new fibrous tis- 
sue joint has been formed and healed to a significant degree. 

5 

The spacer part can also be manufactured of biodegradable, continuos- 
constructed polymer blank by producing porosity therein. Porous mate- 
rial of this type can be manufactured for example by mixing blowing 
agent to bio degradable polymer powder or granulate. The blowing 
10 agent degrades or evaporates in connection with the melting of the 
polymer and forms pores (bubbles). Porous biomaterial of this type can 
be manufactured by extrusion or feeder casting, and spacer pieces of 
desired size can be cut from the porous blank. Further, by feeder cast- 
ing it is possible to make spacer pieces of directly the desired size. 

15 

Moreover, in plastics technology, a plurality of other methods is known 
to obtain porosity in a polymer piece. It is possible for example during 
smelting treatment to mix to the biodegradable polymer some additive 
in powder form, such as some salt, cane sugar etc., which can be ab- 

20 sorbed from the ready-made blank by using a suitable absorbent, such 
as water, and by using this method to provide open porosity in the 
blank. An other option is to leave the additive in the spacer part, 
wherein it under tissue conditions after the surgical operation, metabo- 
lises and in the spacer part develops porosity which is characteristic to 

25 it. Furthermore, supercritical carbon dioxide or other gas in over pres- 
sure can be absorbed in the biodegradable polymer blank and blow the 
blank by using this gas when the pressure is lowered. It is obvious that 
also other methods for obtaining open porosity to the biodegradable 
polymer blank are possible when manufacturing the spacer part. 

30 

It is advantageous to the spacer part that its form corresponds to the 
space between the bones to be joint where the spacer part is posi- 
tioned. Thus, the spacer part can have typically the form of a pillow, 
cylinder, ellipsoid, (flattened) ball, cubic or rectangular prism, or other 
35 three dimensional structure which as well as possible fills the space 
constructed for the spacer part between the bones to be joint. The 
spacer part is advantageously elastic and it may not contain any sharp 
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and/orchard edges or angles which could cause mechanic irritation in 



The spacer part may have a rigid structure, wherein it does not to anv 
5 sigmficant extent change its form when the joint is bent. In this situate 
toe fixation parts has to be flexible and elastic at least for those pa^ 
which are situated between the bones and the spacer part so tna^ 
joint can be moved and, in case also the fixation parts are rigid foe 

10 Part ^ *" fiXa,i0 " Parts have ,0 te **« to^er by using a 

10 flexible joint, for example a hinge joint. 

,le * ble ' fleXiWe « *" faatto " be 



2L22£ " ^ Pr0Xima ' and diStal flxa,ion Dart oan be com- 
«n 11n 8 bi ° de9radable ma,erial <■«. also the fixation parts 

Z^nnl . T T P ° r0Si,y ' "•** may ,asten * e «* a «°" of the 

SEE ! " 6 *" '° ,iSSUe 3r0W,h ' is base « « po- 
20 1 y " e manufae *"ed as separate parts and connected 

20 to each other either before the inserting operation or during 2 ^insert- 
ing operation to form a flexible and/or elastic entity. 

The fixation parts of the joint prosthesis in accordance with the oresent 

25 form a feed and mtegrated entity in a manner that the fixaflon parts and 
e spacer par, together form a flexible join, prosthesis. By me^ns * 
tetata. p arts . the spacer part „ kep , » "so, 

where,n by means of muscular power it is possible to bend also the 
30 other ^ (bend ' n9 m ° Vement °' * e '>° m) * re,ation to «* 

The fixation part can be manufactured of biodegradable polymer, poly- 
n«r mixture or composition by using a smeKIng treatment method, such 

35 oolv^N 03 , " 9 T eX,mSi ° a W * ° an te treated mechanically of a 
35 polymer blank or of a piece to a desired form. 

^ Self-reinforced biodegradable compositions are particularly advanta- 
( geous compositions for raw materials of the fixation parts in accordance 
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with the invention. Compositions of this type have been described in 
publications US-4-743257 and WO-88/05312. Also biodegradable 
compositions of a different type are possible when manufacturing fixa- 
tion parts according to the invention. Thus, the y can be made by rein- 
forcing the bi odegradable ma terial by fibres, split fibres. filamentlTor 
^D^r.esj^sJ[ucted thereof, such as braidings, threads, string^sTnon- 
woven structures, cloths, knittings etc. made of biodegradable polymer, 
co-polymer or polymer mixture, by combining ready-made fibres with a 
suitable matrix of polymers. Fibres of this type can be manufactured for 
example of many polymers mentioned in the reference publications of 
this invention. 

Re inforced fibres of the fixation part ca n also be biodegradable ceramic * 
fibres._sjj.cb as biofib realassjor calcium phofflate^fibr^^^riaY- 
arhple VainionpSS, S., Rbkkanen P., and TdrmSIa" P. in Prog. Polvm. 
ScL 14 (1989), pp. 679-716). 

Fixation parts in accordance with the invention, which are reinforced by 
biodegradable organic and/or inorganic fibres or structures constructed 
thereof, can be manufactured by means of different methods in plastics 
technology by bindingjhej^ejjjfjp^^ partially, to 

Q^lJB^r Jp^~W5^^ ^gj^\ymer, co-pplymer or polymer mixturp^ 
( matrix) under conditions in which, normall y when Jhe^matrTx is in solu- 
tion or smelt fo rm, s uffic iently homogeneous composition is formed of 
the matrixand the r ei nfqrcjng_ag^r~N 

trusion, winding, and compression moulding are some possible meth- 
ods to be used when combining the reinforcing fibres or the like and the 
matrix, and when forming them into prefabricates and/or instruments. 



If desired, also the fixation parts can include open porosity in a similar 



manner as the spacer part, wherein tissue growth takes place in the 
open porosity of the fixation part from the surrounding tissue, and as a 
result of this the fixation part is rapidly locked in its place. 

It is obvious, that the implants of the invention may also include various 
additives to facilitate the processabiiity of the material (for example 
stabilizers, antioxidants, or softening agents) or to change its properties 
(for exampje softening ag^ntsor ceramic chem icals in powder forrp or 
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15 



20 



25 



fcio^bleJ^ its treating (for 

example colouring agents). ■ 

The fixation part can also be constructed of the patienfs own fibrous 
tissue such as cord or ligament tissue, by placing a sufficiently long 
part of a cord or ligament to extend from one bone to be joint to the 
other in a manner that the spacer part is placed between the bones 
and the cord or ligament penetrates the spacer part. 

According to one advantageous embodiment, the spacer part and/or the 
fixation parts of the invention contain a bioactive agent or agents such 
as antibiotics, chemotherapeutic agents, agents accelerating wound 
healing, agents inducing forming of cartilage collagen, growth hor- 
mones, anticoagulant (such as heparin), etc. Bioactive mediums of this 
ype are particularly advantageous in clinical use, because, in addition 
to the mechanic affect, they have biochemical affects (for example ac- 
celerating the growth of fibrous tissue), medical and other effects in 
human tissues. 



The fixation parts can have a rigid or flexible structure. A rigid fixation 
part is typically a rod, bar, screw or pin, which is at its stem part con- 
nected to the spacer part and whose point is inside the bone to be joint 
A profiling (such as a screw thread, various scales or steps) on the 
surface of a fixation part of this type facilitate the fixation part to lock 
into the hole made inside the bone. The elastic fixation part can be for 
example a cloth ("a veil") coming out of the spacer part and fixed with 
small absorbing pins or a suture on the surface of the bone to be joint 
The elastic fixation part can also be composed of two or several loops 
of the absorbing suture which are used for fixing the spacer part to the 
ou Done to be joint. 

The invention is described in the following description with reference to 
the examples illustrated in accompanying drawings, in which 

35 Figs. 1 to 7illustrate in a schematic longitudinal chart some applications 
of the joint prosthesis according to the invention to be used 
for jointing together small bones (such as hand and feet 
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bones), wherein each Figure 1 to 7 comprises partial Fig- 
ures a, b, c in a manner that the partial Figure 

a) is a schematic chart parallel with the longitudinal 
5 axis of the bones, as seen from the side, i.e. from the 

perpendicular direction against the bending level of 
the joint, the joint provided with a joint prosthesis 
being straight, 

10 b) is a schematic chart parallel with the longitudinal 

axis of the bones, as seen from the side, i.e. from the 
perpendicular direction against the bending level of 
the joint, the joint provided with a joint prosthesis 
being bent, and 



15 



20 



c) is a schematic chart parallel with the longitudinal 
axis of the bones, as seen from above, i.e. from the 
direction of the bending level of the joint, the joint 
provided with a joint prosthesis being straight, 

Fig. 8 illustrates a spacer part application according to Example 1, 
and 



Fig. 9 illustrates a fixation part according to Example 3, as seen 
25 from the side. 

Figures 1a-c to 7a-c illustrate in outlines the combinations of various 
rigid and elastic spacer parts and rigid and elastic fixation parts, of 
which combinations the joint prosthesis according to the invention can 
30 be composed of. In order to simplify the schematic charts, the joint cap- 
sule connecting the bones to be joint together and surrounding the joint 
prosthesis is not included. 

In Fig. 1 the elastic spacer part is a cloth, string, or braiding 1 con- 
35 structed of fibres and bent twice, and rigid fixation pins 2 and 3 function 
as fixation parts penetrating the hems of the spacer part 1 , which hems 
are placed parallel with heads of bones 4 and 5 to be joint. The fixation 
pins 2 and 3 have stems 2a, 3a which are on the surface of the hems of 
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the spacer part, and points 2b, 3b which are inside the bones 4 and 5 to 
be joint, longitudinally parallel with them. 

In Fig. 2 the elastic spacer part is a three dimensional form part 6 
("pillow") constructed of fibres, and the fixation parts are rigid fixation 
pins 7, 8 having stems 7a, 8a which are inside the spacer part and 
points 7b, 8b which are inside bones 9 and 1 0 to be joint. 

In Fig. 3 the elastic spacer part is a three dimensional form part 11 
( pillow") according to Fig. 2. A first fixation part is a rigid pin 12 having 
a stem 12a which is inside the spacer part, and a point 12b which is in- 
side a first bone 14 to be joint. A second fixation part is elastic and 
composed of three suture loops 13a, 13b and 13c, which are fixed in 
the spacer part 1 1 and a second bone 1 5 to be joint. 

In Fig. 4 the elastic spacer part is a three dimensional form part 16 
(pillow") according to Figs. 2 and 3. A first fixation part is a rigid pin 17 
having a stem 17a which is inside the spacer part, and a point 17b 
wh,ch is inside a first bone 21 to be joint. A second fixation part is an 
elastic, elongated cloth 18 ("veil"), substantially of the same width as 
the spacer part 16, which cloth 18 is connected at its first hem to a 
spacer part 16, for example with sutures, and at its second hem to the 
second bone 22 to be joint, on its upper surface, with small dissolving 
pins 19, wherein the elastic cloth 18 is fixed, for example with stitches 
on the lower surface of the spacer part 16, and directed with two fold- 
ings 20a and 20b to the second bone 22, in a corresponding manner as 
with the suture loops 13a, b, c of Fig. 3. 

In Fig. 5 the elastic spacer part is a three dimensional form part 23 
( pillow) according to Figs. 2 to 4. The fixation parts are rigid, elongated 
fixtures 24, 25, joint together by a hinge joint 26 or the like, and having 
points 24b, 25b which are inside bones 27 and 28 to be joint together 
The stems 24a, 25b of the fixtures 24, 25 form hinge joint parts which 
are inside the spacer part. The hinge joint has a biodegradable 
35 shaft 26a, which connects the stem parts 24a, 25a. 

In Fig. 6 the elastic, porous spacer part is a three dimensional form 
part 29 in accordance with Figs. 2 to 5. The form part 29 is penetrated 



20 



25 



30 
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by a fixation part 30, which forms a uniform bar or rod, which is elastic, 
at least where the spacer part 29 is situated, and having points 34a, 
35a which are inside bones 36, 37 to be joint together. 

5 Fig. 7 illustrates an elastic, porous, blown spacer part 33, and elastic 
fixation parts 34, 35 formed in connection with and fixed to the spacer 
part 33, the fixation parts 34, 45 diverging from the spacer part 33 and 
having points 34a, 35a which are inside bones 36, 37 to be joint. 

10 It is obvious, that Figs. 1 to 7 illustrate only some embodiments of the 
joint prosthesis according to the invention, in which a porous, elastic 
spacer part and rigid or elastic fixation parts are connected together to 
form the joint prosthesis of the invention. 

15 To improve the fixing of fixation parts to a bone, particularly of pin, 
screw, bolt or rod shaped fixation parts, it is possible to arrange a profil- 
ing on their surface. 

The functionality of the invention has been described by means of the 
20 following non-restrictive examples. 

Example 1 

Manufacturing of the spacer part (pillow) of a commercially available, 
25 biodegradable VICRYL hernia pillow: 

A spacer part of about 10 x 15 x 5 mm was manufactured of a com- 
mercially available VICRYL-pillow [(use indication: to support Trans- 
versalis fascia in inguinal herniaplastics), measurements about 20 x 50 
30 x 5 mm, manufacturer: ETHICON, Norderstedt, Germany] in the follow- 
ing manner: a seam 39 was sewn in the hernia pillow 38 with 3-0 
bioabsorbing VICRYL thread, as illustrated in Fig. 8 (the pillow is illus- 
trated as seen from above). 

35 Subsequently, the area restricted by the seam 39 was cut off from the 
original VICRYL-pillow outside the seam, wherein there was obtained a 
new smaller pillow (measurements about 10x15x5 mm), suitable for 
the spacer part of the invention. 
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Example 2 
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Manufacturing of the spacer part of biodegradable co-polymer of L-lac- 
tid and e-caprolactone: 

As raw material for the spacer part there was used co-polymer P( £ - 
CL/L-LA) of e-caprolactone and L-lactid, the co-polymer having a 
monomer molar ratio of 25/75 and M v - 1 00 000 daltons. 

Fibre of co-polymer was manufactured by using a single-screw extruder 
(Axon, Sweden), in which the polymer smelt (T = 140 to 170°C) was 
extruded through a single-hole (diameter 1 mm) nozzle. After the cool- 
ing phase, the obtained monofilament was oriented freely in two phases 
at a raised temperature. The draw ratio in orientation was 8 to 10 The 
final fibre diameter was 150 urn. 

Tubular knitting was made of the fibre by a cylinder mould machine and 
a piece of a desired size was cut thereof. The knitting was folded to a 

20 multilayer, rectangular prism form in a manner that the shear edges 
were left ms.de the foldings. Subsequently, the foldings were fixed to- 
gether by sewing them fixed at their edges, by using the same fibre the 
knitting had been made of. In this manner, a uniform spacer part con- 
structed of fibres was obtained, having the measurements 10x16x5 

25 mm. 
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Example 3 

A biodegradable joint prosthesis according to Fig. 3 was manufactured 
30 in the following manner: 

(A) A fixation part of Fig. 9 was manufactured of P(e-CUL-LA) co-polv- 
mer 50/50 (M v ~ 100 00 daltons) by feeder casting, the fixation part 
having the following measurements: diameter of the stalk of the fixation 
35 part 3 mm, total length of the fixation part 20 mm, diameter of the stem 
6 mm, and thickness of the stem 1 mm. 



WO 96/41596 1 -a 

T«5 PCT7FI96/00351 



(B) A spacer part (measurements 10x15x5 mm) was used, which had 
been manufactured in accordance with Example 1. A 10 mm long cut, 
parallel with the long sides of the spacer part was made in the surface 
knitting in the other side of the spacer part, and the fixation pin in ac- 

5 cordance with the paragraph (A) was pressed from the cut inside the 
spacer part in a manner that the point and stalk of the fixation pin pene- 
trated the spacer part and came out through the other surface of the 
spacer part. The fixation pin was pressed deep enough inside the 
spacer part for the broad stem to penetrate inside the spacer part to 
10 mix with the broken fibre therein. The cut was closed with 3-0 VICRYL- 
thread. 

The combination of the spacer part and fixation part was closed in a po- 
rous sterilization bag and it was sterilised with ethene oxide. 

15 

(C) In an operation situation, in the other edge of the spacer part it was 
fixed by sewing 3 pieces of 3-0 VICRYL-threads to function as a second 
fixation part in accordance with Fig. 3. These threads were further fixed 
to the bone to be joint, as illustrated in Fig. 3. 

20 

Example 4 

A spacer part according to Example 2, provided with a pin of Example 3 
and a veil of Fig. 4 was manufactured in the following manner: 

25 

A two-folded piece of knitted veil was placed partially on top of the 
folded knitting and subsequently the both knittings were penetrated by a 
punching knife having the diameter of 3 mm. The pin was pressed 
through the hole in a manner that its stem remained on the surface of 
30 the knitting and its stalk was left outside the knitting. Subsequently, the 
knitting was folded in a manner that the veil part was at its one end 
outside the spacer part and at the other end inside the pillow. The 
edges of the foldings were sewn together by using the same fibre the 
knitting was made of. The final construction corresponds the Figure 4. 
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Example 5 
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35 



A joint prosthesis according to Example 4 used as an artificial joint to 
replace a knuckle joint. J 

A transverse skin opening was made at the knuckle joints. The starting 
pent was the MCP II joint, where it was proceeded from an axial open 
mg in the radial side of the extensor joints. At first, synovectom of the 
joint was implemented. Subsequently, by means of a saw the damaged 
pom part of metacarpus was resected from the distal size of the collat- 
eral ligaments (a piece of about half a centimetre in length correspond- 
ing the size of the final prosthesis). After this removal, synovectom was 
replenished. In case there had been an ulnar deviate position of the fin- 
gers, the ulnar collateral ligament and the joint capsule were released if 
necessary, at the side of the metacarpus, and the radial collateral liga- 
ment was tightened. If there, in addition to this, had been a volar 
subluxation ,n the joint, the joint capsule was mobilised also on the 
volar side in a manner that a good dynamic balance was obtained in 
uic joini. 

Treating of the bone was started on the proximal phalanx side by mak- 
ing an aperture with a bone drill from the centre point of the joint sur- 

rnl TJ ^ 40 ^ V ° lar dir6Cti0n - a P erture was enlarged to 
correspond the size of the prosthesis by using a core rasp. A fit-joint 
stalk part which was of the right size was fitted in. Subsequently the 
operation area was rinsed with care. The final prosthesis part was ear- 
ned to its place by pushing the stalk of the pin tightly to the proximal 
Phalanx in a manner that the spacer part which was to remain in the 
jomt was in good contact with the joint surface of the proximal phalanx 
Subsequently, in the dorsal side of the distal part of the metacarpus* 
there was drilled two or three holes having the diameter of 1 mm The 
veil like part of the artificial joint was fixed with resorbing pins (Biofix® 
Mmi-tack, manufacturer Biocon Oy, Tampere, Finland) at its place in 
the bone, after the joint had been reduced from the volar subluxation 
position to the normal position. Before the pins were fixed, also the ul- 
nar collateral ligament was fixed in order to gain ligament balance of 
the joint which was more distal than the original one. Finally, centralisa- 
tion of the extensor joints was implemented at the centre of the joint by 
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closing the extended radial retinaculum by duplicating. The resulted 
situation is shown in Fig. 4. 

The patient was allowed to start exercising the operated joint under the 
control of an occupational therapist as soon as on the second or third 
day after the operation; a so-called dynamic splint was manufactured to 
be used in day time and when performing the exercises. The object of 
the dynamic splint was also to maintain a good position in the fingers 
during the entire time it was to be used, that is a total of three months, 
during which time also a so-called rest splint was used during night 
time. Three months after the operation the patient was taken to the first 
re-control, wherein motion ranges of the joint, fault position of the fin- 
gers and pressing power was measured. Subsequently, the patient was 
given the permission to discard the splints and gradually to start using 
the hand in a normal manner. In a re-control, 12 months after the op- 
eration, the fibrous joint functioned well, allowing flexion and extension 
of the knuckle joints and also giving the joints lateral stability together 
with the reconstructed lateral ligaments. 

Example 6 

The interposition angioplasty of the MTP I joint by means of joint pros- 
thesis according to Example 2: 

A medial skin opening was made over the MTP I joint lengthways over 
the bunion. The joint capsule was opened lengthways, the proximal 
phalanx and the metatarsus 1 were prepared subperiostically. The bony 
prominence connected to the medial side of the MTP 1 was chiselled. 
Subsequently, a proximal part of about 5 mm was sawed from the 
proximal phalanx. In the created space, a spacer part according to 
Example 2 was placed, the fixing of which was made with stitch 
material to the medial side of the proximal phalanx and metatarsus by 
means of stitches running through bone canals. Also the medial joint 
capsule was fixed through bone canals in order to avoid recidivum fault 
position (valgus). 

Supporting splints were manufactured for the patients, which splints 
were used 2 to 4 weeks by arthrosis patients, and about 6 weeks by 
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rheumatism patients to maintain a good position. During this time the 
patients were allowed to walk freely by using a partial shoe which was 
manufactured in a special manner so that the load is directed on the 
heel area, and not at all on the operated area. Six weeks after the op- 
eration the patients were taken to a re-control and they were given a 
permission to start taking normal exercises by using shoes with a more 
solid sole than in normal shoes. Six months after the operation the pa- 
tients were taken to the final control, wherein an x-ray of the operated 
foot was taken, in which a fibrous interspace could be seen in the op- 
erated joint. In this context, the motion of the joint and the valgus angle 
of the remedied MTP I -joint were measured. 

Example 7 



20 



25 



15 Carpo-metacarpo 1 interposition angioplasty: 

A longitudinal cut was made on CMC 1 and the joint capsule was re- 
vealed between the joints by taking care of the ramifications of the ra- 
dial artery and nerve. The joint capsule was opened and it was de- 
tached subperiostically from the base of the CMC 1. On both joint 
surfaces a minimal resection was made in a manner that a proper 
pumiceous bone surface was shown. Subsequently, bone canals were 
made between the joint surfaces. The cut was continued in a manner 
that either extensor carpi radialis longus or palmaris longus joint was 
shown from which 1/3 to 1/2 was taken, in as long a piece as possible 
and this piece was transferred freely to the bone canal. The pillow 
formed spacer part made of PCL -copolymer fibre was used, having a 
permeable hole at its centre. The joint was taken through the hole at the 
centre of the spacer part, and tied dorsally extra-articulately fixed while 
the spacer part was fitted between the roughed joint surfaces Sub- 
sequently, through the base of the CMC 1 a longitudinal Kirschner spike 
was taken to carpal bones to the thumb radial abduction. The joint cap- 
sule was closed to the transplanted joint in order to obtain as good sta- 
bihty as possible. The Kirschner spike was removed after about four 
35 weeks and motion training is started. 

It is to be noted that the above mentioned literary sources present a 
multitude of materials which are suitable for materials in the joint pros- 
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thesis in accordance of the invention, in respect of both strength and 
biodegradable properties. According to these literal and research refer- 
ences, by using the above presented example series as an analog ba- 
sis, a man skilled in the art can, by applying his or her knowledge in 
polymers, plastic technology, medicine and surgery, perform the corre- 
sponding experiments and testings and prove the functionality of the in- 
vention also for other applicable polymers, co-polymers, polymer mix- 
tures and/or compositions known to a man skilled in the art. 
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Claims : 

1- A joint prosthesis intended to be mounted between two 

bones to be joint together, wherein the joint prosthesis comprises 

aspacerpart(1,6, 11, 16, 23,29.) 

- intended to be placed between the joint surfaces of 
the bones to be joint, and which 

- is manufactured of biodegradable polymer, co- 
polymer, polymer mixture and/or composite and 

fixation parts (2, 3; 7, 8; 13a,b,c, 12; 17, 18; 24, 25- 30) 
which ' ' 

- are arranged to fix the spacer part (1, 6, 1 1, 16, 23, 
29) to the bones to be joint, 

characterized in that the spacer part (1, 6, 11, 16, 23, 29) and the 
fixafon part (2, 3; 7, 8; 13a,b,c, 12; 17, 18; 24, 25; 30) is manufactured 
in separate pieces of one or several biodegradable polymers, co-poly- 
mers, polymer mixtures and/or composites and fixed together in order 
to form a joint prosthesis, and that the spacer part (1 , 6 1 1 16 23 29) 
is a three-dimensional, uniform form piece which is formed, at least un- 
der tissue conditions, to be porous in a manner that the construction 
comprises continues and/or broken fibres. 

25 t * ,u A J ° int prosthesis as set f orth in claim 1 . characterized in 
hat the spacer part (6, 11, 16, 23, 29, 33) is a form piece having the 

priTm 3 Pi " 0W ' Cy ' lnder ' e " iPSOid ' (f ' attened) ba "' CUbic or recta ^ar 

30 t . ,u A j ° int prosthesis as set f orth in claim 1 , characterized in 
that the spacer part (1) is a string, braiding, cloth, pillow, or non-woven 

4^ a joint prosthesis as set forth in any of the claims 1 to 3 

35 characterized in that at least one of the fixation parts (13a,b c- 18) is 
composed, at least partially, of at least one thread, braiding' or cloth 
constructed of fibre. 
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5. A joint prosthesis as set forth in claims 1 to 4, character- 
ized in that at least one of fixation parts (2, 3; 7, 8; 12; 
17, 18; 24, 25; 30; 34, 35) is formed at least partially of one rigid pin, 
screw, bolt or rod, wherein the stem of the fixation part (2, 3; 7, 8; 12; 

5 17, 18; 24, 25; 30; 34, 35) is preferably situated inside or on the outer 
surface of the spacer part (1,6,11,16, 23, 29, 33). 

6. A joint prosthesis as set forth in claims 1 to 5, character- 
ized in that fixation parts (24, 25) are joint (24a, 24b) together prefer- 

10 ably inside the spacer part (23). 

7. A joint prosthesis as set forth in claims 1 to 6, character- 
ized in that fixation parts (30) form at least one uniform, at least par- 
tially elastic bar or string which is preferably directed through the 

1 5 spacer part to extend to the bones to be joint. 

8. A joint prosthesis as set forth in any of the claims 4 to 7, 
characterized in that at least one fixation part is at least partially pro- 
filed on its surface. 

20 

9. A joint prosthesis as set forth in any of the claims 4 to 8, 
characterized in that at least one of the fixation parts is constructed of 
the patient's own fibrous tissue, such as cord or ligament. 

25 10. A joint prosthesis as set forth in claim 1, characterized in 

that the fixation parts (2, 3; 7, 8; 12, 17, 18; 24, 25; 30; 34, 35) are 
manufactured of biodegradable polymer, co-polymer, polymer mixture 
and/or composite. 

30 11. A joint prosthesis as set forth in claim 1 , characterized in 

that the porosity of the spacer part (1 , 6, 1 1 , 16, 23, 29, 33) is between 
50 urn and 1000 urn. 

12. A joint prosthesis as set forth in any of the claims 1 to 3, 

35 characterized in that the spacer part is a composite structure compris- 
ing at least two compounds, the structure comprising materials with 
different degrading times under tissue conditions, wherein the construc- 
tion of the spacer part is formed by coating a polymer or the like which 
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degrades slower under tissue conditions with a polymer which de- 
grades faster under tissue conditions, and/or by forming the spacer part 
of polymers or the like having the above mentioned properties in mix- 
ture, for example in fibre form. 

13. A joint prosthesis as set forth in any of the claims 1 to 3 

characterized in that the spacer part (1, 6, 11, 16, 23, 29, 33) is 
formed of biodegradable fibres having a typical fibre thickness of 1 to 
300 u.m. 
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